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WELDING SO LID WIRE WITH HIGH FEEDING PKRFORMANrir 
BACKGROUND OF THE INVENTION 

5 

Field of the inve ntio n 

The present invention relates to a welding solid wire with high feeding 
performance and arc stability on welding. 

10 

Description of the Related Ar t 

Generally, from the viewpoint of improving the quality of a welded bead 
portion, arc stability on welding is important in a welding wire without regard to the 

15 kind of wire such as a solid wire, a flux cored wire or the like. Also, it is generally 
recognized that arc stability is closely related to feeding performance of the wire. 

For example, Japanese Patent Laid-open Publication No. (Sho) 56-144892 
discloses a solid wire plated with copper, which improves feeding performance by 
means of fluid lubricant retained within grooves which are formed on the surface of 

20 the wire, and by wet wire drawing work with grain boundary oxidation. Also, 
Japanese Patent Laid-open Publication No. (Hei) 5-1120 describes that arc stability of 
a wire may be obtained by performing wet wire drawing work of over one pass prior 
to plating work and improving adhesive performance of plating by cleaning the wire 
surface. 

25 ft nas also been disclosed that improving the properties of lubricant used in 

wire drawing work stabilizes the feeding performance so that arc stability is improved. 

Lately, for solid wires and flux cored wires, Japanese Patent Publication Nos. 
(Hei) 2-682806 and (Hei) 2-731505 disclose that arc stability is improved by forcing a 
reduction in the ratio of an apparent surface area calculated from the ratio of the 
30 substantial surface area to wire diameter. 

It has also been disclosed in Japanese Patent Publication Nos. (Hei) 2-723793 
and (Hei) 2-723799 that arc stability is improved by reducing impurities of over 0.2 
tm in diameter which adhere to and remain on a wire surface. 

The prior art described above relate to properties and conditions of a wire 

35 surface. 

First, the problems in feeding systems for wires will be considered. 
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Figs. 1A and IB show the feeding system for a copper plated solid welding 
wire, and particularly Fig. 1A and Fig. IB represent systems using a wire reel and a 
pail pack, respectively. 

A wire 6 is fed from a wire reel 1 or a pail pack 10 into feeding rollers 2 or 9. 
5 Then, before feeding to a tip portion 5 of a welding zone, the wire 6 in the wire reel 1 
is fed through a guide tool 3 and a cable 4 and the wire 6 in the pail pack 10 is 
directly fed through the cable 4. Most of cable 4 has a bent portion X or Y and wire 
6 contacts with the inner wall of the cable 4, resulting in large resistance which 
decreases the feeding performance. In addition, the reference numeral 7 in drawings 
io indicates an arc forming a bead between weld zone and the end portion of the wire 6, 
and the reference numeral 8 indicates a power source. 

In addition, referring to Fig. 2 which is a sectional view of the welding tip 
portion 5, the wire 6 is subjected to large resistance at contact points A, B and C of 
the inner wall of the tip portion, which affects the feeding performance of the wire. 
15 In the case as described above, it is natural that the change of the properties of 

the wire surface should affect the feeding performance, i.e. stability of the arc 7 at the 
end portion of the fed wire 6. However, it is not clear whether the properties of the 
wire surface relate to the feeding performance. Thus, the matters noted above have 
required close examination. 
20 As high efficiency for welding has been required lately and the feeding speed 

of wires tends to increase, higher arc stability is also required, but technical 
developments for arc stability have not progressed accordingly. 

SUMMARY OF THE INVENTION 

25 

The present invention addresses the matters discussed above. It is an object 
of the present invention to provide a solid welding wire which has high arc stability by 
stabilizing the feeding performance of the wire upon welding. 

It is another object of the present invention to provide a solid welding wire 
30 whose surface comprises copper plated film and which has high arc stability and high 
feeding performance upon welding 

These and other objects will become apparent to one skilled in the art after 
having the benefit of the following disclosure. 

The present invention is directed to an arc welding solid wire whose surface 
35 comprises copper plated film, wherein the elastic limit ratio of the finally produced 
wire is controlled in the range between 50 and 88 %. The elastic limit ratio is defined 
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as the ratio between elastic limit and tensile strength. 

The elastic limit ratio is controlled by installing three to eight elastic limit 
ratio control vertical rollers and three to eight elastic limit ratio control transverse 
rollers. The elastic limit ratio control vertical and transverse rollers have a ratio D/d 
5 of 40 to 60, where "D" is roller diameter and "d" is wire diameter, and follow the 
coil control vertical and transverse rollers after final drawing of the welding solid wire 
whose surface comprises copper plated film. 



BRIEF DESCRIPTION OF THE DRAWINGS 

10 

Figs. 1A and IB depict feeding systems for a solid welding wire. 

Fig. 2 is a cross-sectional view of a welding tip portion. 

Fig. 3 is a group of graphs showing relationship between coil properties and 
the elastic limit ratio and between welding performances and the elastic limit ratio. 
15 Fig. 4 illustrates an arc height that is generated by cutting a wire with a 1- 

meter chord. 

Fig. 5 is a graph showing relationship between stress and elongation ratio of a 
wire for achieving the elastic limit ratio. 

Fig. 6 depicts a conventional coil control vertical and transverse rollers. 
20 Fig. 7 illustrates the elastic limit ratio control rollers of the present invention. 

DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS 



To achieve the objects of the invention, wire feeding performance was closely 
25 examined from a new point of view. The subject matter of the examination was a 
solid welding wire which had a small change in surface properties as wet wire 
drawing work is performed after copper plating. The feeding path such as shown in 
Figs. 1 and 2, and the relationships between the mechanical properties and the feeding 
performances of the wire itself were also carefully researched. As a result, it was 
30 newly discovered that the wire feeding performance is closely related to the 
mechanical properties of the wire. 

That is, the coil properties of a solid wire which is set free after extraction 
from the reel or the pail pack were compared with the coil properties when the coil is 
cut after the solid wire is freely fed from the welding tip portion with the welding 
35 stopped. From this, it was discovered that wire extracted from the welding tip portion 
wherein the coil properties are in the specific predetermined range, has good stability 
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and can be used in welding with good bead. Thus, the present invention is achieved 
by the discovery that the good stability is closely related to the elastic limit ratio 
(elastic limit : tensile strength) of the wire. 

That is, the invention relates to a solid welding wire whose surface comprises 
5 copper plated film and wherein the ratio between the elastic limit and tensile strength, 
the elastic limit ratio, is controlled to be in the range between 50 and 88 %, which 
will be described in the following. 

Fig. 3 is a group of graphs showing relationship between coil properties and 
the elastic limit ratio and between welding performances and the elastic limit ratio. 
10 The measurements of arc height x (mm/m), reduction rate of a coil diameter y(%), the 
existence of slag inclusion, the state of meandering beads, a variation of current on 
welding A, the number of spatters of over 1 mm in diameter (number/10 cm) and the 
elastic limit ratio shown in Fig. 3 are described as follows. 

1) The arc height x (mm/m): 

!5 After extraction from the pail pack, the solid wire is wound four times around 

a cylinder of 100 mm in diameter and held for 30 seconds. Then, when it is set free, 
its arc height is the height of the arc made by cutting the wire into a chord of 1 m. 

2) The reduction rate of a coil diameter y(%): 

After set free from the reel, the diameter of the coil is measured. The wire is 
20 then wound twice around a cylinder of 100 mm in diameter and held for 30 seconds. 
The difference between the coil diameter after it is set free again and the coil diameter 
before being wound around the cylinder is measured. Thus, the reduction rate of the 
coil diameter is calculated from the difference in the two coil diameters. 

3) The existence of slag inclusion, amount of meandering bead, the variation 
25 of current on welding and the number of spatters of over 1 mm in diameter: 

These are found with performed by fiat position welding. 

4) The elastic limit ratio 

After a stress-elongation ratio graph is plotted from tensile tests of the solid 
wire, the elastic limit ratio is derived from the elastic limit as the stress that 
30 corresponds to the permanent elongation ratio of 0.05 % in Fig. 5. 

For example, Fig. 5 shows the case of the elastic limit ratio (elastic 
limit/tensile strength) at 102/125 which is 81.6 %. 

As shown by the graphs in Fig. 3, solid wire is easily bent and there is a large 
change in the linearity of the wire or the diameter of free coil in proportion to the 
35 decrease in the elastic limit ratio. This disclosure shows for the first time that, 
contrary to such a tendency, welding performance is good when the elastic limit ratio 
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is between 50 and 88 %. 

Therefore, in view of the results examined from the tendency, the following 
facts become clear. 

If the elastic limit ratio is low and as the wire is easily bent, both the wire 6 
5 wound around reel 1 with large coil diameter and the almost straight flat wire 6 in pail 
pack 10 are easily bent and deformed at the cable bending portion X or Y shown in 
Fig. 1 or at other cable bending portions with large curvature. Thus, the resistance 
between the wire 6 and the inner wall of the cable 4 is small since wire 6 follows the 
bent cable 4 easily. However, since the inside of the tip portion 5 shown in Fig. 2 as 

10 the final outlet of the wire is a fully straight hole, the bent wire is subjected to large 
resistance. As a result, the feeding performance of the wire deteriorates so that 
welding quality becomes poor. 

If the elastic limit ratio is high, there is no problem for feeding at tip portion 5 
having the straight hole as shown in Fig. 2. However, since the wire has a small 

15 change of linearity and deformation in the coil, the wire is not easily bent at the cable 
bending portion (X or Y) and has large spring-back force, so that the wire is subject to 
large resistance. Thus, the wire fed from the feeding rollers does not run smoothly so 
that the arc becomes unstable, and then the welding quality deteriorates as in the case 
of wire with low elastic limit ratio. 

20 Therefore, when the elastic limit ratio is in the range between 50 and 88 % 

which is neither low nor high as a compromise between these tendencies, wire is fed 
without large resistance at both the cable bending portion (X or Y) and the tip portion 
so that the arc is stabilized and welding quality is improved. That is, it is the feature 
of the present invention to avoid the condition wherein wire is subjected to large 

25 resistance between the wire source and the welding zone. 

In accordance with the present disclosure, the relationship between arc 
stability and coil properties when feeding the wire automatically from the tip portion 
with the welding stopped, shows that the wire has a good arc stability as described 
above only in the specific predetermined range of coil properties. 

30 The technology for maintaining the elastic limit ratio in the range between 50 

and 88 % is not limited to the examples herein and one skilled in the art will find 
variations after having the benefit of the present disclosure. 

Generally, in manufacturing a copper plated solid wire, the coil is controlled 
with coil control vertical and transverse rollers immediately after wet drawing work. 

35 As shown in Fig. 6, the wire is pressed upward, downward, leftward, and rightward 
by these rollers (D/d is 20, where D is roller diameter and d is wire diameter) 
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comprising eight to twelve vertical rollers 14 and eight to twelve transverse rollers 15. 
Then, the wire is wound in the pail pack or around the reel. However, if strong 
pressure is exerted on wire 6, portions of it get wound with short frequency (fine 
wound deformation) which causes unstable arcs. Fine wound deformation is due to 
5 insufficiency of the vertical and transverse rollers alone for coil bending work to 
control the elastic limit ratio in the range of 50 to 88 %. Thus, the object of the 
present invention cannot be achieved with only the vertical and transverse rollers as 
unstable arcs occur. 

Therefore, to control the stability of the elastic limit ratio without fine wound 

10 deformation in the wire, elastic limit ratio control rollers with a ratio D/d of 40 to 60 
(again where D is roller diameter and d is wire diameter) as shown in Fig. 7 are 
necessary immediately following the vertical and transverse rollers as shown in Fig. 6. 
Fig. 7 shows five U-shaped hang-on rollers on which a wire is hung in the shape of a 
U and the wire 6 from a pair of guide rollers 1 1 , passes through five bending rollers 

15 12 as the vertical rollers and is drawn out of a pair of guide rollers 13. The transverse 
rollers which have the same configuration as the vertical ones are mounted in 
subsequence. In this configuration, it is possible to manufacture solid wire with no 
fine wound deformation that is stable in the desired elastic limit ratio. Contrary to the 
arrangement in Fig. 6, the U-shaped hang-on rollers as shown in Fig. 7 are required 

20 for a running path for the wire. 

Referring to a following example, a preferred embodiment of the invention 
will be explained. 

Subjected to pickling and borax coating, a rod of 5.5 mm in diameter which 
contains 0.06 % C, 0.9 % Si, 1.5 % Mn, 0.015 % P, 0.01 % S, and 0.11 % Ti, is 
25 drawn up to 2.2 mm in diameter, and then annealed at about 700 °C . After electrolytic- 
pickling (with sulfuric acid), water-cleaned, and treated with cyanic copper plating 
(plated copper of 3 g/kg Fe), the rod is finished as a welding solid wire of 1.2 mm in 
diameter at the rate of 400 m/min by drawing seven times with water-soluble lubricant 
used in a drawing machine. Two types of coils which are wound around a smaller 
30 reel of 20 kg after around a larger reel and wound in a pail pack, are manufactured. 

To vary the elastic limit ratio of the solid wire manufactured by using coil 
control rollers as shown in Fig. 6, the ratio D/d is altered to 10 to 80 using the U- 
shaped hang-on vertical and transverse rollers followed by installed control rollers as 
shown in Fig. 7, and by changing the number of the vertical and transverse U-shaped 
35 hang-on rollers. 

A bead of 60 cm is welded on fillet joint by fiat position welding with the 
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following welding conditions, current of 300 A, voltage of 32 V, and shield CO z of 30 
I /min. 

The properties of the solid wire itself are checked by changing the coil 
properties for the elastic limit ratio as shown in Fig. 3. Here, the elastic limit ratio is 
5 obtained from elastic limit/tensile strength, after plotting a graph for the stress- 
elongation ratio of Fig. 5 from the tensile test of the solid wire and determining the 
elastic limit from the stress corresponding to the permanent elongation ratio of 0.05 % . 

To evaluate the arc stability, the variation of current on welding, the existence 
of slag inclusion, the number of spatters of over 1 mi in diameter, and the state of 
10 meandering bead were all noted and recorded. The results are presented in the 
following Table 1 . 

As shown in Table 1 , if the elastic limit ratio of the wire itself is controlled in 
the range between 50 and 88 % , it is clear that neither slag inclusion nor meandering 
bead occurs, resulting in decrease of current on welding and the number of spatters, 
15 so that a good welding bead can be achieved. 

According to the solid welding wire with good feeding performance of the 
present invention described in the claims, feeding performance and arc stability are 
improved by controlling the elastic limit ratio (elastic limit/tensile strength) of the 
solid wire in the range between 50 and 88 % after final drawing in manufacturing 
20 copper plated, arc welding solid wire. Accordingly, good welding beads which have 
neither slag inclusion nor meandering beads, and have less spatter, can be easily 
achieved. 

According to another variation in the invention described in the claims, three 
to eight elastic limit ratio control vertical rollers and three to eight elastic limit ratio 

25 control transverse rollers which have the ratio D/d of 40 to 60 are installed following 
coil control vertical and transverse rollers after final wire drawing work. In this 
arrangement, elastic limit ratio of solid wire can be easily controlled in the range 
between 50 and 88 % . 

This disclosure is not intended to limit the present invention to the examples 

30 disclosed herein. Rather, one skilled in the art will appreciate that numerous 
variations are possible after studying this specification. All these variations are within 
the scope and spirit of the invention as claimed below. 
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What is claimed is: 

1. An arc welding solid wire whose surface comprises copper plated film, 
wherein the elastic limit ratio (elastic limit/tensile strength) of the wire finally 

5 produced is controlled in the range between 50 and 88 % . 

2. The arc welding solid wire of claim 1, wherein said elastic limit ratio is 
controlled by installing three to eight elastic limit ratio control vertical rollers and 
three to eight elastic limit ratio control transverse rollers which have a ratio D/d equal 

10 to 40 to 60 (where D is roller diameter and d is wire diameter) following coil control 
vertical and transverse rollers after final drawing. 



ABSTRACT OF THE DISCLOSURE 



The invention an arc welding solid wire whose surface comprises copper plated 
film, wherein the elastic limit ratio (elastic limit/tensile strength) of the wire finally 
produced is controlled in the range between 50 and 88 % by installing three to eight 
elastic limit ratio control vertical rollers and three to eight elastic limit ratio control 
transverse rollers which have a ratio D/d equal to 40 to 60, following coil control vertical 
and transverse rollers after final drawing. 
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are listed below) of the subject matter which is claimed and for which a patent is sought on the invention (Design, if applicable) entitled: 

WELDING SOLID WIRE WITH HIGH FEEDING PERFORMANNCE 

the specification of which (check one): 

□ is attached hereto, or & was tiled on: February 24, 2000 as U.S. Application Number or PCT International Application 
" Number: PCT/KR00/00151 
and (if applicable) was amended on: 
I hereby state that I have reviewed and understand the contents of the above-identified specification, including the claims, as amended by any 
amendment^) referred to above. I acknowledge the duty to disclose information which is material to patentability as defined in Title 37. Code 
of Federal Regulations. 11.56. I hereby claim foreign priority benefits under Title 35. United Sates Code §119 of any foreign applications) 
for patent or inventor's certificate listed below and have also identified below any foreign application for patent or : ' """" 
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|| Prior Foreign Application^} 
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Day/Month/Year Filed 
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1999-47562 


Japan 


25/02/1999 
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1 HEREBY CLAIM THE BENEFIT UNDER TITLE 35 U.S. CODE §11 9(E) OF ANY U.S. PROVISIONAL APPLICATION* LISTED BELOW. 


Application Number 


Day/Month/Year Filed 











I hereby claim the benefit under Title 35. United States Code. §120 of any United States application^) or PCT international applications) 
designating The United States of America listed below and, insofar as the subject matter of each of the claims of this application is not disclosed 
in that/those prior applications) in the manner provided by ihe first paragraph of Tale 35. United States Code. §1 12, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in Title 37, Code of Federal Regulations. SI. 56 which b - 
between the filing date of the prior application^) and the national or PCT international filing date of 



Application Number 



Filing Date 



d Additional US/PCT Priority Application^) listed on hollowing rtgets) 

3wn knowledge are true and that ail statement 
made with the knowledge that willful false sta 
1/ of title 18 of the United States Code and that such willful 



I hereby declare that all statements made herein of my own knowledge are true and that ail statements made on in 
are believed to be true: and further that these statements were made with the knowledge that willful false statements and 
punishable by line or imprisonment, or both, under section 10 
jeopardize the validity of the application or any patent issued 



POWER OF ATTORNEY: I (We) hereby appoint as my (our) attorneys, with full powers of substitution and 
this application and transact all business in the Patent and Trademark Office connected therewith: J. Ernest Kenney, Reg. f 
Mar Reg. No. 25 .893; Richard E. Renter. Reg. No. 26.3J2; Xharles R. Wolfe. Jr., Reg. NoJ«J8&LTJ>©n«s J. Moore 
Joseph L^BcSaicaiTReg. No. 28,502; Be njamin EnJrcTaTReg. No. 33,805; Chung C Chen, Reg. No. 31.725: an d 

I(we) authorize my(our) attorneys to accept and follow instructions from . HANA INT'L Patent & Law Officq,.. 
regarding any matter related to the preparation, examination, grant and 



maintenance of this application, any c 
I(we) or my (our) assigi 
Telephone Calls to: 
(703) 683-0500 



Fou. name of hrst or &c<£ iwEwoH Y ukio Yamaaka.-. 


Citizenship , 

Japan 


Mohri Grand Bldg., 3-3, 1-Chome Kitahorie, 
Nishi-ku, Osaka.550-0014, Japan uP^—^ 


Post Ofpk* adobes* is the same as hesbence address unless 
otherwise shown below 


DATE June 29, 2001 





|N:\DOCUMEKnBTFORMSVDECLAPTW.WPDl 



attorney/Docket no: 

Continuation of Declaration for Patent Application and Appointment of Attorney 



Pwtm FORSON APPUCATWNjS) <35 USC 5 1 1 S) 



Pwqwty Claimed 

PayiMootftrfToar F3ad [ Yea No 



Prior Provisional Applications 35 U.S. Code 4119(eI 
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